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JEWELRY & ENAMELING

Tools                    Metal gauge

and                       Gas and air blow torch

Working               Charcoal block

Materials               Copper tongs

Pickle

Copper pickle pan

Gas plate

Tracing paper

White beeswax

Scratch awl

Vaseline or oil

Pitch bowl or block

Prepared pitch

Pliers

Chasing and repousse tools

Chasing hammer

Medium emery cloth or pumice powder

PROCESSES
Gauging
the
Metal

Annealing
p. 18

Pickling
p. 22

Transferring

the

Design

pp. 33, 36, 37

PREPARATION FOR CHASING AND
REPOUSSE

Gauge the sheet metal, 24- or 26-gauge.

Anneal the metal to be worked.

Clean in pickle.

Transfer the design to the metal.

Note: This may be done before or after the
metal is in the pitch, depending upon
the method of transfer selected,